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Low-pressure mercury vapor discharge lamp and compact fluorescent lamp 



The invention relates to a low-pressure mercury vapor discharge lamp 
comprising a light-transmitfing discharge vessel provided with a protective layer and a 

fluorescent layer. 

The invention also relates to a compact fluorescent lamp. 
5 In mercury vapor discharge lamps, mercury constitutes the primary component 

for the (efficient) generation of ultraviolet (UV) light. A luminescent layer comprising a 
luminescent material may be present on an inner wall of the discharge vessel to convert UV 
to other wavelengths, for example, to UV-B and UV-A for tanning purposes (sun panel 
lamps) or to visible radiation for general illumination purposes. Such discharge lamps are 

10 therefore also referred to as fluorescent lamps. Alternatively, the ultraviolet light generated 
may be used for manufacturing germicidal lamps (UV-C). The discharge vessel of low- 
pressure mercury vapor discharge lamps is usually circular and comprises both elongate and 
compact embodiments. Generally, the tubular discharge vessel of compact fluorescent lamps 
comprises a collection of relatively short straight parts having a relatively small diameter, 

1 5 which straight parts are connected together by means of bridge parts or via bent parts. 

Compact fluorescent lamps are usually provided with an (integrated) lamp cap. Normally, the 
means for maintaining a discharge in the discharge space are electrodes arranged in the 
discharge space. In an alternative embodiment the low-pressure mercury vapor discharge 
lamp comprises a so-called electrodeless low-pressure mercury vapor discharge lamp. 

20 It is known that measures are taken in low-pressure mercury vapor discharge 

lamps to inhibit blackening of parts of the inner wall of the discharge vessel, which parts are 
in contact with a discharge which, during operation of the discharge lamp, is present in the 
discharge space. Such blackening, which is brought about by interaction between mercury 
and the glass from which the discharge vessel is made, is undesirable and does not only lead 

25 to a reduction of the maintenance but also to an unaesthetic appearance of the lamp, 

particularly because the blackening occurs irregularly, for example, in the form of dark stains 
or dots. 
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A low-pressure mercury vapor discharge lamp of the type described in the 
opening paragraph is known from International Application WO-A 01/56 350. In the known 
discharge lamp, the discharge .vessel is made from a sodium-rich glass, the inner wall of the 
discharge vessel being provided with a protective layer comprising a borate or a phosphate of 
an alkaline-earth metal and/or of scandium, yttrium or another rare earth metal. A 
luminescent layer is provided on top of the protective layer in the discharge vessel. The 
known discharge lamp has an improved maintenance. 

A drawback of the use of the known low-pressure mercury vapor discharge 
lamp is that the maintenance still is relatively poor. As a result, in addition, a relatively large 
amount of mercury is necessary for the known lamp in order to realize a sufficiently long 
service life. In the case of injudicious processing after the end of the service life, this is 
detrimental to the environment. 



The invention has for its object to eliminate the above disadvantage wholly or 
partly. According to the invention, a low-pressure mercury vapor discharge lamp of the kind 
mentioned in the opening paragraph for this purpose comprises: 

a light-transmitting discharge vessel enclosing, in a gastight manner, a 
discharge space provided with a filling of mercury and a rare gas, 

the discharge vessel comprising discharge means for maintaining a discharge 

in the discharge space, 

at least a part of an inner wall of the discharge vessel being provided with a 

protective layer, 

the discharge vessel being provided with a luminescent layer comprising a 

luminescent material, 

the luminescent layer further comprising inorganic softening particles with a 

softening point above 450°C, 

the size of the softening particles being in Ihe range from 0.01 to 1 0 urn. 

In a discharge vessel of a low-pressure mercury vapor discharge lamp 
according to the invention with a luminescent layer comprising inorganic softening particles 
with an average size smaller than 10 u^n, a better adhesion of the fluorescent layer on the 
wall of the discharge vessel is obtained. The combination of a protective layer and the 
fluorescent layer with the softening particles appears to be very well resistant to the action of 
the mercury-rare gas atmosphere which, in operation, prevails in the discharge vessel of the 
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low-pressure mercury vapor discharge lamp. As a result, blackening due to interaction 
between mercury and the glass from which the discharge vessel is manufactured is reduced, 
resulting in an improved maintenance. During the service life of the discharge lamp, a 
smaller quantity of mercury is withdrawn from the discharge, so that, in addition, a reduction 
5 of the mercury consumption of the discharge lamp is obtained and in the manufacture of the 
low-pressure mercury vapor discharge lamp a smaller mercury dose will suffice. 

Blackening caused by withdrawing mercury from the discharge occurs in 
straight parts as well as arc-shaped parts of the low-pressure mercury vapor discharge lamp. 
In general, blackening is reduced by providing the inner wall of the discharge vessel with a 

10 sufficiently adherent and sufficiently thick protective layer. In general, the arc-shaped lamp 
parts of compact fluorescent lamps are more subject to blackening than the straight lamp 
parts. The application of a protective layer in combination with a luminescent layer 
comprising softening particles with an (average) size smaller than 10 jam according to the 
invention causes blackening to be substantially reduced in the straight parts as well as the 

15 arc-shaped parts of the low-pressure mercury vapor discharge lamp. In experiments it is 

observed that discharge vessels provided with Alon-C coating consume more e mercury than 
discharge vessels provided with the protective coating comprising softening particles 
according to the invention. 

The measure according to the invention is notably suitable for compact 

20 fluorescent lamps having arc-shaped lamp parts, wherein the discharge vessel is additionally 
surrounded by a light-transmitting envelope. The temperature of the discharge vessel of such 
"covered" compact fluorescent lamps is comparatively high because the heat dissipation to 
the environment is reduced by the presence of the envelope. This unfavorable temperature 
balance adversely affects the maintenance of the known discharge lamp due to an increased 

25 level of blackening. In experiments it has surprisingly been found that the maintenance of a 
compact fluorescent lamp provided with a low-pressure mercury vapor discharge lamp 
according to the invention, the discharge vessel of which is surrounded by an envelope, 
exceeds 95% after 2000 burning hours, while the maintenance of an identical compact 
fluorescent lamp provided with the known low-pressure mercury vapor discharge lamp, the 

30 discharge vessel of which is surrounded by an envelope, is less than 80% after 2000 burning 
hours. 

The addition of a (low melting) so-called frit glass into the luminescent layer 
for improving the bonding strength of a fluorescent layer to a discharge vessel of a low- 
pressure mercury vapor discharge lamp is known in the art. The use of relatively small 
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softening particles, with an (average) size smaller than 10 urn, has the advantage that 
bonding of the fluorescent layer to the wall of the discharge vessel is improved 

Preferably, the size of the softening particles is in the range from 0.01 to 1 urn. 
By employing sub-micron softening particles, the concentration of the softening particles in 

the fluorescent layer can be relatively low. 

Preferably, the inorganic softening particles comprise a melting point above 
600°C. A melting point of the^oftening particles around and above 600°C, improves the 
adhesion of the fluorescent layer in particular in the arc-shaped parts of the discharge vessel. 
Other advantages are a lowered Hg consumption during life and an improved run-up of the 

low-pressure mercury vapor discharge lamp. 

A preferred embodiment of the low-pressure mercury vapor discharge lamp 
according to the invention is characterized in that the softening particles comprise a borate 
and/or a phosphate of an alkaline earth metal and/or a borate and/or a phosphate of scandium, 
lanthanum, yttrium or a further rare earth metal. Such softening particles improve the 
bonding of the fluorescent layer to the glass wall or to pre-coat of the discharge vessel. 

In a preferred embodiment of the low-pressure mercury vapor discharge lamp 
according to the invention, the softening particles comprise calcium borate, strontium borate 
and/or barium borate and/or the softening particles comprise calcium phosphate, strontium 
phosphate and/or barium phosphate. Such softening particles have a relatively high 
coefficient of transmission for visible light Moreover, low-pressure mercury vapor discharge 
lamps with a luminescent layer comprising such softening particles have a good maintenance. 

In a further preferred embodiment of the low-pressure mercury vapor 
discharge lamp according to the invention, the softening particles comprise lanthanum borate, 
cerium borate and/or gadolinium borate, and/or the softening particles comprise lanthanum 
phosphate, cerium phosphate and/or gadolinium phosphate. Such softening particles have a 
relatively high coefficient of transmission for ultraviolet radiation and visible light. It has 
former been found that softening particles comprising lanthanum borate or gadolinium borate 
or comprising cerium phosphate or gadolinium phosphate have a good adhesion with the 

inner wall of the discharge vessel. 

Very suitable softening particles are strontium borate, barium borate, yttrium 

borate, yttrium-strontium borate or calcium pyrophosphate. 

A preferred embodiment of the low-pressure mercury vapor discharge lamp 
according to the invention is characterized in that the protective layer comprises a borate 
and/or a phosphate of an alkaline earth metal and/or a borate and/or a phosphate of scandium, 



PHNL040 1 03EPP 

5 02.02.2004 

yttrium or a further rare earth metal. Such a protective layer gives a further enhancement of 
the bonding of the fluorescent layer to the glass wall of the discharge vessel. 

In a preferred embodiment of the low-pressure mercury vapor discharge lamp 
according to the invention, the protective layer comprises yttrium oxide or aluminum oxide. 
5 Yttrium oxide and aluminum oxide, for example Alon-C, for use as a protective coating in 
low-pressure mercury vapor discharge lamps is known in the art. Low-pressure mercury 
vapor discharge lamps with such a protective layer have a good maintenance. 

In a preferred embodiment of the low-pressure mercury vapor discharge lamp 
according to the invention, the protective layer comprises calcium borate, strontium borate 

1 0 and/or barium borate and/or the protective layer comprises calcium phosphate, strontium 

phosphate and/or barium phosphate. Such a protective layer has a relatively high coefficient 
of transmission for visible light. Moreover, low-pressure mercury vapor discharge lamps with 
such a protective layer have a good maintenance. 

In a further preferred embodiment of the low-pressure mercury vapor 

15 discharge lamp according to the invention, the protective layer comprises lanthanum borate, 
cerium borate and/or gadolinium borate and/or the protective layer comprises lanthanum 
phosphate, cerium phosphate and/or gadolinium phosphate. Such a protective layer has a 
relatively high coefficient of transmission for ultraviolet radiation and visible light. It has 
further been found that a protective layer comprising lanthanum borate or gadolinium borate 

20 or comprising cerium phosphate or gadolinium phosphate have a good adhesion with the 

inner wall of the discharge vessel. 

The protective layer in the low-pressure mercury- vapor discharge lamp in 
accordance with the invention further satisfies the requirements with respect to light and 
radiation transmissivity and can be easily provided as a very closed and homogeneous 

25 protective layer on an inner wall of a discharge vessel of a low-pressure mercury vapor 

discharge lamp. This is effected, for example, by rinsing the discharge vessel with a solution 
of a mixture of suitable metal-organic compounds (for example, acetonates or acetates, for 
example, scandium acetate, yttrium acetate, lanthanum acetate or gadolinium acetate mixed 
with calcium acetate, strontium acetate or barium acetate) and boric acid or phosphoric acid 

30 diluted in water, while the desired protective layer is obtained after drying and sintering. 

In practical embodiments of the low-pressure mercury vapor discharge lamp, 
said protective layer has a thickness of approximately 5 nm to approximately 2 \im. At a 
layer thickness of more than 2 |im, excessive absorption of the radiation generated in the 
discharge space takes place. At a layer thickness of less than 5 nm, there is interaction 
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between the discharge and the wall of the discharge vessel. Such layer thicknesses are 
customarily obtained by means of optical measurements. A layer thickness in Ihe range from 
approximately 50 nm to approximately 200 nm is particularly suitable. In said preferred 
range, the protective layer has a relatively high reflectivity in me wavelength range around 
254 nm 



These and other aspects of the invention will be apparent from and elucidated 
with reference to the embodiments described hereinafter. 

In the drawings: 

Fig. 1 A is a cross-sectional view of an embodiment of a compact fluorescent 
lamp comprising a low-pressure mercury vapor discharge lamp according to the invention; 

Fig. IB is a cross-sectional view of a detail of the low-pressure mercury vapor 

discharge lamp as shown in Figure 1 A and 

Fig. 1C is a cross-sectional view of a detail of the wall of the discharge vessel 

as shown in Fig. IB. 

The Figures are purely diagrammatic and not drawn to scale. Particularly for 

clarity, some dimensions are exaggerated strongly. Similar components in the Figures are 

denoted by the same reference numerals as much as possible. 



Figure 1 A schematically shows a compact fluorescent lamp comprising a low- 
pressure mercury vapor discharge lamp. The low-pressure mercury-vapor discharge lamp is 
provided with a ra(tiation-transmitting discharge vessel 10 enclosing, in a gastight manner, a 
discharge space 11 having a volume of approximately 10 cm 3 . The discharge vessel 10 is a 
glass tube which is at least substantially circular in cross-section and the (effective) internal 
diameter of which is approximately 10 mm. The tube is bent in the form of a so-called hook 
and, in this embodiment, it has a number of straight parts, two of which, referenced 3 1, 33, 
are shown in Figure 1A. The discharge vessel further comprises a number of arc-shaped 
parts, two of which, referenced 32, 34, are shown in Figure 1 A. An inner wall 12 of the 
discharge vessel 10 is provided with a protective layer 16 and with a luminescent layer 17 
comprising a luminescent material. The discharge vessel 10 is supported by a housing 70 
which also supports a lamp cap 71 provided with electrical and mechanical contacts 73a, 73b, 
which are known per se. The discharge vessel 10 of the low-pressure mercury-vapor 
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discharge lamp is surrounded by a light-transmitting envelope 60 which is attached to the 
lamp housing 70. The light-transmitting envelope 60 generally has a matt appearance. 

Figure IB very diagrammatically shows a cross-sectional view of a detail of 
the low-pressure mercury-vapor discharge lamp shown in Figure 1 A. The discharge space 1 1 
in the discharge vessel 10 does not only comprise mercury but also a rare gas, argon in this 
example. Means for mamtaining a discharge are constituted by an electrode pair 41a (only 
one electrode is shown in Figure IB) which is arranged in the discharge space 1 1. The 
electrode pair 41a is a winding of tungsten coated with an electron-emissive material, here a 
mixture of barium oxide, calcium oxide and strontium oxide. Each electrode 41a is supported 
by an (indented) end portion of the discharge vessel 10 (not shown in Figures 1 A and IB). 
Current supply conductors 50a, 50a' issue from the electrode pair 41a through the end 
portions of the discharge vessel 1 0 to Hie exterior. The current supply conductors 50a, 50a' 
are connected to an (electronic) power supply which is accommodated in the housing 70 and 
electrically connected to the electrical contacts 73b at the lamp cap 71 (see Figure 1 A). 

An alternative embodiment of the discharge lamp in accordance with the 
invention comprises so-called electrodeless discharge lamps, in which the means for 
mamtaining an electric discharge are situated outside a discharge space surrounded by the 
discharge vessel. Generally said means are formed by a coil provided with a winding of an 
electric conductor, with a high-frequency voltage, for example having a frequency of 
approximately 3 MHz, being supplied to said coil, in operation. In general, said coil 

surrounds a core of a soft-magnetic material. 

Figure 1C very diagrammatically shows a cross-sectional view of a detail of 
the wall of the discharge vessel 10 as shown in Figure IB. The inner wall 12 of the discharge 
vessel 10 is provided with a protective layer 16 and with a luminescent layer 17 comprising a 
luminescent material. According to the invention, to luminescent layer 17 further comprises 
inorganic softening particles 27 with a softening point above 450°C. The size of the softening 
particles 27 is in the range from 0.01 to 10 urn. Preferably, the size of the softening particles 
27 is in the submicron range, preferably in the range from 0.01 to 1 urn. The inventors have 
found that the average particle size of the softening particles 27 and a relatively narrow 
distribution of the particle size of the softening particles 27 play an important role in the 
softening properties of the material. Materials wilb smaller particles lead to a lower melting 
point of the material. In addition, a smaller size is favorable for the lower content of material 
needed to prevent powder off of the fluorescent layer. 
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Generally speaking, the sintering of the fluorescent layer during the 
manufacture of the discharge vessel of the low-pressure mercury vapor discharge lamp takes 
place at temperatures in the range from approximately 500°C to approximately 600°C. In this 
temperature range the binder in the fluorescent layer is removed after coating the phosphor- 
5 liquid onto the inner wall of the discharge vessel. For discharge lamps in which the bended 
parts are formed subsequent to coating the fluorescent layer, the manufacturing of the arc- 
shaped parts of the discharge vessel takes place at temperatures between approximately 
700°C and approximately 800°C while softening the glass wall of the discharge vessel. If the 
softening material is not softened at mis operation temperature, the luminescent layer is not 

1 0 capable of mamtaining the bonding with the glass vessel and is thus peeled. 

The application of inorganic softening particles in the fluorescent layer is 
particularly advantageous for the arc-shaped parts of the discharge vessel. A softening point 
of the softening particles above 450°C, preferably around and above 600°C, improves the 
adhesion of the fluorescent layer in particular in the arc-shaped parts of the discharge vessel. 

1 5 The composition of the softening particles is selected such that the material is 

insoluble in solvents. By properly selecting the material (and the size and the size 
distribution) of the softening particles, the adhesion of the fluorescent layer to the pre-coat or 
glass wall of the discharge vessel can be influenced. 

Several material parameters have been tested. First of all, the effect of these 

20 parameters on the effectiveness to prevent powder-off is studied. The various softening 

materials have been added to the phosphor suspension in 0.1, 0.5, 1 and 2 wt.% with respect 
to the solid content of the luminescent material. The size of the particles of the materials 
added to the luminescent layer is small enough to provide an excellent adhesion of the 
luminescent layer onto the glass in the straight parts of the discharge vessel as well as in the 

25 arc-shaped parts of the discharge vessel. 

A number of low-pressure mercury vapor discharge lamps have been 
manufactured. The protective layer and the luminescent layer are both applied by down 
flushing in the discharge vessel. Subsequently, the layers are sintered in a furnace around 
600°C in air. In general, employing softening particles with a relatively small size of the 

30 particles (between 0. 1 and 1 is much more effective than employing the same materials 
with coarser particle size. It was observed that for softening particles with a relatively small 
particle size distribution the powder off is substantially reduced. On a scale ranging from "0" 
meaning "no powder off' to "10" meaning "full powder off', it is observed that for the arc- 
shaped parts of low-pressure mercury vapor discharge lamps provided with a luminescent 
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layer with softening particles according to the invention the adhesion is "0" whereas as in the 
arc-shaped parts of the known low-pressure mercury vapor discharge lamp provided with a 
luminescent layer without softening particles the adhesion is "8". In addition, the run-up 
time of the low-pressure mercury vapor discharge lamps provided with a luminescent layer 
5 with softening particles according to the invention is in the range from 50 to 60 s whereas the 
run-up time of the known low-pressure mercury vapor discharge lamp provided with a 
luminescent layer without softening particles the adhesion is in the range from 60 to 70 s. 

Maintenance results measured over 2000 hours of various low-pressure 
mercury vapor discharge lamps were obtained. Table I summarizes the results. From Table I 
10 it can be concluded that the maintenance of low-pressure mercury vapor discharge lamps 
provided with a luminescent layer with softening particles according to the invention is 
substantially better than that of the known low-pressure mercury vapor discharge lamps 
provided with a luminescent layer without softening particles. 

1 5 Table I: Maintenance of various low-pressure mercury vapor discharge lamps provided 
with a luminescent layer with softening particles according to the invention as compared to a 
luminescent layer without softening particles. 



Hours 


Maintenance (%) 


luminescent layer with 
softening particles according 
to the invention 


known luminescent layer 
no softening particles 


100 


100 


100 


500 


97.7 


96.0 


1000 


96.1 


94.1 


2000 


93.5 


90.0 



It should be noted that the above-mentioned embodiments illustrate rather than 
20 limit the invention, and that those skilled in the art will be able to design many alternative 
embodiments without departing from the scope of the appended claims. In the claims, any 
reference signs placed between parentheses shall not be construed as limiting the claim. Use 
of the verb "comprise" and its conjugations does not exclude the presence of elements or 

M 

V 

steps other than those stated in a claim. The article "a" or "an" preceding an element does not 
25 exclude the presence of a plurality of such elements. The invention may be implemented by 
means of hardware comprising several distinct elements, and by means of a suitably 
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programmed computer. In the device claim enumerating several means, several of these 
means may be embodied by one and die same item of hardware. The mere fact that certain 
measures are recited in mutually different dependent claims does not indicate that a 
combination of these measures cannot be used to advantage. 
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CLAIMS: 

1 . A low-pressure mercury vapor discharge lamp comprising: 

a hght-lxansmitting discharge vessel (10) enclosing, in a gastight manner, a 
discharge space (11) provided with a filling of mercury and a rare gas, 

the discharge, vessel (10) comprising discharge means for maintaining a 

5 discharge in the discharge space (13), 

at least a part of an inner wall (12) of the discharge vessel (10) being provided 

with a protective layer (16), 

the discharge vessel (10) being provided with a luminescent layer (17) 

comprising a luminescent material, 
10 the luminescent layer (17) further comprising inorganic softening particles 

(27) with a softening point above 450°C, 

the size of the softening particles (27) being in the range from 0.01 to 10 ^im. 

2. A low-pressure mercury vapor discharge lamp as claimed in claim 1, 
15 characterized in that the softening particles (27) comprise: 

a borate and/or a phosphate of an alkaline earth metal and/or 

a borate and/or a phosphate of scandium, lanthanum, yttrium or a further rare 

earth metal. 

20 3. A low-pressure mercury vapor discharge lamp as claimed in claim 2, 

characterized in that the alkaline earth metal is calcium, strontium and/or barium. 

■ 

4 m A low-pressure mercury vapor discharge lamp as claimed in claim 2, 

characterized in that the further rare earth metal is lanthanum, cerium and/or gadolinium. 

25 

5 b a low-pressure mercury vapor discharge lamp as claimed in claim 1 or 2, 

characterized in that the softening particles (27) are selected from the group formed by 
strontium borate, barium borate, yttrium borate, yttrium-strontium borate and calcium 
pyrophosphate. 
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6. A low-pressure mercury vapor discharge lamp as claimed in claim 1 or 2, 

characterized in that the size of the softening particles (27) is in the range from 0.01 to 1 urn. 

5 7 a low-pressure, mercury vapor discharge lamp as claimed in claim 1 or 2, 

characterized in that the inorganic softening particles (27) have a melting point ahove 600°C. 

g A low-pressure mercury vapor discharge lamp as claimed in claim 1 or 2, 

characterized in that the protective layer (16) comprises yttrium oxide or aluminum oxide. 

10 

9 a low-pressure mercury vapor discharge lamp as claimed in claim 1 or 2, 

characterized in that the protective layer (16) comprises: 

a borate and/or a phosphate of an alkaline earth metal and/or 

a borate and/or a phosphate of scandium, yttrium or a further rare earth metal. 

10. A low-pressure mercury vapor discharge lamp as claimed in claim 8, 
characterized in that the alkaline earth metal is calcium, strontium and/or barium. 

11. A low-pressure mercury vapor discharge lamp as claimed in claim 8, 

20 characterized in that the further rare earth metal is lanthanum, cerium and/or gadolinium. 

12. A compact fluorescent lamp comprising a low-pressure mercury-vapor 
discharge lamp as claimed in claim 1 or 2, characterized in that a lamp housing (70) is 
attached to the discharge vessel (10) of the low-pressure mercury-vapor discharge lamp, 

25 which lamp housing is provided with a lamp cap (71). 



15 
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ABSTRACT: 



A low-pressure mercury vapor discharge lamp has a light-transmitting 
discharge vessel (10) enclosing, in a gastight manner, a discharge space (1 1) provided with a 
filling of mercury and a rare gas. The discharge vessel (10) comprises discharge means for 
maintaining a discharge in the discharge space (13). At least apart of an inner wall (12) of 

5 the discharge vessel (1 0) is provided with a protective layer (1 6). The discharge vessel (1 0) is 
provided with a luminescent layer (17) comprising a luminescent material. The luminescent 
layer (1 7) further comprises inorganic softening particles (27) with a softening point above 
450°C. The size of the softening particles (27) is in the range from 0.01 to 10 urn. Preferably, 
the softening particles (27) are selected from the group formed by strontium borate, barium 

1 0 borate, yttrium borate, yttrium-strontium borate and calcium pyrophosphate. 

Fig. 1A 
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FIG. 1C 
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